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THE METALLURGY OF GOLD.
The Burt press 1 consists of a pressure cylinder inclined at 45°, withc"a discharge door at the lower end. Inside the cylinder 28 filter mats or leaves-are loosely suspended, each of 8 square feet area, with a pipe leading from their interior compartments to the outside of the cylinder. Slime pulp is forced into the cylinder under 40 to 60 Ibs. pressure, and slime cakes are-formed on the filter leaves. The surplus slime is then expelled from the cylinder by compressed air and wash-water is pumped into the cylinder,.
Pig. 171.—Merrill Press.
and passes through the cakes to the solution pipe. The cakes are dried by air, and the discharge door is then opened and air admitted into the interior of the filter leaves, with the result that the slinie cakes drop off and slide out of the cylinder by gravity.
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